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(54) Title: LOW RESISTIVITY W USING B2H6 
(57) Abstract 

A multiple step chemical vapor deposition process for depositing a 
tungsten layer on a substrate (16). A first step of the depostion process 
includes a nucleation step in which WFe and SiH4 are introduced into a 
deposition chamber (step 200). Next, the flow of WFe and SiH4 arc stopped 
and diborane is introduced into the chamber (12) for between 5-25 seconds 
(step 210). Finally, during a bulk deposition step, the WFe is reintroduced 
into the chamber along with H2 and B2H6 flows to deposit a tungsten layer 
on the substrate (step 220). In a preferred embodiment, the bulk deposition 
step also introduces nitrogen into the process gas. 



WCIEATWN 



I 



B2H6 PRESOAK 

r- 



200 



210 



-r220 



BULK DEPOSITION 



1 uc&/^6^^ 



;^G/f r/f£ PURPOSES of information only 

Codes used to identify States paity to the PCT on the front pages of pamphlets publishing international applications under the PCT. 



AL • Albania 

AM Armenia 

AT Austria 

All Ausiralifl 

AZ. Azerbaijan 

BA Bosnia and Hencegovina 

BB Barbados 

BE Belgium 

Br Burkina Faso 

BG Bulgaria 

■ BJ Benin 

BK Brazil 

BV Belarus 

CA Canada 

CF Central African Republic 

CC Congo 

CH Switicrtand 

CI Cdte d'lvoirc 

CM Cameroon 

CN China 

CD Cuba 

CZ Czech Republic 

DPI Gennany 

OK Denmark 

EE Estonia 



ES 


Spain 


LS 


Lesotho 


St 


FI 


Finland 


LT 


Lithuania 


SK 


FR 


France 


LU 


Luxembourg 


SN 


OA 


Gabon 


LV 


Latvia 


sz 


GB 


United Kingdom 


MC 


Monaco 


TD 


GE 


Georgia 


MD 


Republic of Moldova 


TC 


CM 


Ghana 


MG 


Madagascar 


TJ 


CN 


Guinea 


Mk 


The former Yugoslav 


TM 


GR 


Greece 




Republic of Macedonia 


TR 


HU 


Hungary 


ML 


Mali 


TT 


IE 


Ireland 


MN 


Mongolia 


UA 


IL 


Israel 


MR 


Mauritania 


UC 


IS 


Iceland 


MW 


Malawi 


US 


IT 


Italy 


MX 


Mexico 


UZ 


JP 


Japan 


NE 


Niger 


VN 


KS 


Kenya 


NL 


Netherlands 


YU 


KG 


Kyrgyutan 


NO 


Norway 


2W 


KP 


Democratic People's 


NZ 


New Zealand 






Republic of Korea 


PL 


Poland 




KR 


Republic of Korea 


Pt 


Portugal 




K2 


Kazakstan 


RO 


Rcntania 




LC 


Saint Lucia 


RU 


Russian Federation 




LI 


Licchtentteih 


SD 


Sudan 




LK 


Sri Ljmka 


SE 


Sweden 




LR 


Liberia 


sc 


Singapore 





Slovenia 

Slovakia 

Senegal 

Swaziland 

Chad 

Togo 

Tajikistan 

Turkmenistan 

Turkey 

Trinidad and Tobago 

Ukraine 

Uganda 

United Slates of America 

Uzbekistan 

Viet Nam 

Yugoslavia 

Zimbabwe 



\ 

-■4 



wo 98/51838 



PCT/US98/I0078 



LOW RESISTIVITY W USING B,H 



BACKGROUND OF THE INVENTION 
The present invention relates to the fabrication of integrated circuits. 
More particularly, the invention provides a technique, including a method and 
apparaais, for forming improved tungsten (W) films having decreased resistivity, 
^0 Deposition of tungsten over a semiconductor substrate is a common 

step in the formation of some integrated circuit (IC) structures. For example, 
tungsten is commonly used to provide electrical contact to portions of a 
semiconductor substrate. These electrical contacts are usually provided through 
^ openings in an insulation layer, such as a silicon oxide layer, formed over the 
15 siibstrate. One tnethod used to form such contacts includes the chemical vapor 
deposition (CVD) of tungsten to filf the opening after an initial layer of titanium 
. nitride has been deposited in the opening. As another example, tungsten is sometimes 
used to form metal lines over a semiconductor substrate. 

One CVD technique that has been employed to deposit tungsten films 
20 in the semiconductor industry uses tungsten hexafluoride (WFg) and a hydrogen 

reducing agent, e.g., Hj, as precursor gases. This technique includes two main steps: 
nucleation and bulk deposition. The nucleation step grows a thin layer of tungsten 
which acts as a growth site for subsequent film. In addition to WF^ and H^, the 
process gas used in the nucleation step of this technique includes silane (SiH^), and 
25 may also include nitrogen (N^) and argon. A bulk deposition step then is used to 

form the tungsten film. The bulk deposition gas is a mixnire containing WF^, H,, N^, 
and Ar. 

As advances in integrated circuit technology lead to a scaling down of 
device dimensions and an increase in chip size and complexity, improved methods of 
30 depositing tungsten are continuously being sought. Research has been performed 

using diborane (BjHs) and other hydrides of Group III or V in place of or in addition 
to H, in the process gas for both the nucleation and bulk deposition stages of CVD 
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tungsten deposition. Some of this research suggests that tungsten films deposited 
from a process gas that includes B2H5 exhibit reduced resistivity as compared to 
tungsten films deposited from a process gas without BjH^. 

Despite this discovery, further improvements in the deposition of 
tungsten films are desirable. - ' 

SUMMARY OF THE INVENTION 

The present invention provides a method and apparatus for forming an 
improved tungsten layer. According to the method of the present invention, a 
hydride presoak step in which a group III or V hydride such as B^H^ is introduced 
into a substrate processing chamber for a short time period between the nucleation 
and bulk deposition steps of a tungsten deposition process. The group III or V 
hydride is flowed into the chamber in the presoak step without any tungsten- 
containing source being flowed into the chamber. Preferably, the group III or V 
hydride is BjHc, that is diluted to 5 weight percent or less with an inert gas such as 
argon. Also, an additional source of inert gas such as argon and/or an additional 
hydrogen reducing agent such as may be introduced to stabilize the gas flow 
during the presoak step. 

In one embodiment of the method of the present invention, a substrate 
is placed in a deposition zone of a substrate processing chamber and a process gas 
including BjHg is introduced into the deposition zone during a first deposition stage 
without introducing a tungsten-containing source into the deposition zone Then, 
during a second depositioii stage after the first stage, a process gas including a 
tungsten-containing source, BiH^ and a reduction agent is introduced into the 
deposition zone, and conditions within the deposition zone are maintained so that the 
deposition zone is suitable for deposition, of a mngsten layer on the substrate. 
Preferably, BjH^ is flowed into the chamber for between 5 and 20 seconds during the 
first deposition stage. Tungsten films deposited according to the present invention 
have decreased resistivity. 

In a more preferred embodiment, a tungsten-containing source is 
introduced into the chamber during a third deposition stage prior to the first 
deposition stage. Also, the process gas of the second deposition stage includes WF^, 
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as the tungsten-containing source, and H, as the reduction agent. The process gas of 
the second deposition stage also includes BoH^ and N, sources. The addition of N. to 
the process gas in' this embodiment reduces the stress and increases the reflectance of 
the deposited film. 

In another embodiment, is added to a process gas t|iat includes a 
tungsten-containing source, B^H^ and a. reduction agent during a bulk deposition 
stage. A prior deposition stage where BjH^ is introduced without a tungsten- 
containing source is not necessary in this embodiment, but is employed in a more 
preferred embodiment. 

These and other embodiments of the present invention, as well as its 
advantages and features are described in more detail in conjunction with the text 
below and attached figures. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. lA is a vertical, cross-sectional view of one embodiment of a 
simplified chemical vapor deposition apparatus according to the present invention; 

Fig. IB is a vertical, cross-sectional view of one embodiment of a 
resistively heated susceptor used in the chamber of Fig. 1 to secure a substrate being 
processed in chamber; 

Fig. IC is a simplified diagram of system monitor and CVD system 
100 in a niulti-chaihber system, which may include one or more chambers; 

Fig. ID shows an illustrative block diagram of the hierarchical control 
structure of the system control software, computer program 170, according to a 
specific embodiment; 

Fig. 2 is a flowchart illustrating the steps of a preferred embodiment of 
the present invention; 

Fig. 3 is a flowchart illustrating the steps of a more preferred 
embodiment of the present invention; and 

Fig. 4 is a graph comparing the sheet resistance of films deposited with 
and without the benefits of the present invention. 
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DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

I. Introduction 

The present invention allows for deposition of an improved tungsten 
film by introducing a hydride of an element of group III or V, such as B^H,, into the 
5 deposition chamber as a pretreatment step before the bulk depositidn of the tungsten 
layer. Films deposited by the method of the present invention are suitable for use in 
the fabrication of iritegrated circuits having feature sizes of 0.35 microns or less. 
Also, the present invention can be used to deposit tungsten films in CVD chambers of 
conventional design. 

10 

II . Exemplary CVD Reactor Chamber 

Figs. 1 A and IB illustrate one embodiment of a parallel plate, cold- 
wall chemical vapor deposition system 10 having a vacuum chamber 12 in which the 
layer according to the present invention can be deposited. CVD System 10 contains a 

15 gas distribution manifold 14 for dispersing deposition gases to a wafer 16 that rests on 
a resistively-heated susceptor 18. 

Chamber 12 may be part of a vacuum processing system having 
multiple processing chambers connected to a central transfer chamber and serviced by 
a robot. Substrate 16 is brought into chamber 12 by a robot blade through a slii valve 

20 in a sidewall of the chamber (not shown). Susceptor 18 is moveable vertically by 

means of a motor 20. Substrate 16 is brought into the chamber when susceptor 18 is 
in a first position 13 opposite the slit valve. At position 13, substrate 16 is supported 
initially by a set of pins 22 that pass through and are coupled to susceptor 18. Pins 
22 are driven by a single motor assembly. 

25 As the susceptor is brought to a processing position 32 opposite gas 

distribution manifold 14 as shown by the dotted line, pins 22 sink into susceptor 18 
and substrate 16 is deposited onto the susceptor. Once positioned on susceptor 18, 
substrate 16 is affixed to the susceptor by a vacuum clamping system (shown in Fig. 
IB as grooves 50). 

30 As it moves upward toward processing position 32, substrate 16 

contacts purge guide 54, which centers the substrate on the susceptor. Edge purge 
gases 23 are flowed through purge guide 54 across the edge of substrate 16 to prevent 
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deposition gases from eontaeting. the edge and backside of the substrate. Purge gases 
25 are also flowed around heater/susceptor 18 to minimize deposition on an around 
the heater/susceptor. These purge gases are supplied from a purge line (Fig. lA, 24) 
ajid are also employed to protect stainless steel bellows 26 from damage by corrosive 
gases introduced into the chamber during processing. , 

Deposition and carrier gases are supplied to a deposition zone of the 
chamber through gas lines 19 to manifold 14 in response to the control of valves 17. 
During processing, gas supplied to manifold 14 is distributed uniformly across the 
surface of the substrate as shown by arrows 27. Spent processing gases and by- 
product gases are exhausted from the chamber by means of exhaust system 36. The 
rate at which gases are released through exhaust system 36 into an exhaust line is 
controlled by a throttle valve (not shown). During deposition, a second purge gas 
through gas channels in the susceptor (not shown) and feed line 38 feeds purge gas 
against the edge of wafer 16 as previously described. An RF power supply 48 can be 
coupled to manifold 14 to provide for plasma-enhanced CVD (PECVD) cleaning of 
the chamber. 

The throttle valve, gas supply valves 17, motor 20, resistive heater 
coupled to susceptor 18, RF power supply 48 and other aspects of GVD system 10 
are controlled by a processor 42 over control lines 44 (only some of which are 
shown). Processor 42 operates under the control of a computer program stored in a 
computer-readable medium such as a memory 46. The computer program dictates the 
temperature, chamber pressure, timing, mixture of gases, RF power levels, susceptor 
position, and other parameters of a particular process. 

In a preferred embodiment, the system controller includes a hard disk 
drive (memory 46 a floppy disk drive and a processor 42. The processor contains a 
single-board computer (SBC), analog and digital input/output boards, interface boards 
and stepper motor coiitroller boards. Various parts of CVD system 10 conform to the 
Versa Modular European (VME) standard which defines board, card cage, and 
connector dimensions and types. The VME standard also defines the bus structure as 
having a 16-bit data bus and a 24-bit address bus. 

System controller 42 controls all of the activities of the.CVD>machine . 
The system controller executes system control software, which is a computer program 
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Stored in a computer-readable medium such as a memory 46. Preferably, memory 46 
is a hard disk drive, but memory 46 may also be other kinds of memory. The 
computer program includes sets of instructions that dictate the timing, mixture of 
gases, chamber pressure, chamber temperamre, RF power levels, susceptor position, 
5 and other parameters of a particular process. Other computer programs stored on 
other memory devices including, for example, a floppy disk or other another 
appropriate drive, may also be used to operate controller 42. 

the interface between a user and controller 42 is via a CRT monitor 
60a and light pen 60b, shown in Fig. IC which is a simplified diagram of the system 

10 monitor and CVD system 10 in a substrate processing system, which may include one 
or more chambers. In the preferred embodiment two monitors 60a are used, one 
mounted in the clean room wall for the operators and the other behind the wall for the 
service technicians. The monitors 60a simultaneously display the same information, 
but only one light pen 60b is enabled. A light sensor in the tip of light pen 60b 

15 . detects light emitted by CRT display. To select a particular screen or function, the 
operator touches a designated area of the display screen and pushes the button on the 
pen 60b. The touched area changes its highlighted color, or a new menu or screen is 
displayed, confirming communication between the light pen and the display screen. 
Other devices, such as a keyboard, mouse, or other pointing or communication 

20 device, may be used instead of or in addition to light pen 60b to allow th.e user to 
communicate with controller 42. 

The process for depositing the film can be implemented using a 
computer program product that is executed by controller 42. The computer program 
code can be written in any conventional computer readable prograrrirriing language: 

25 for example, 68000 assembly language, C, C + + , Pascal, Fortran or others. Suitable 
program code is entered into a single file, or multiple files, using a conventional text 
editor, and stored or embodied in a computer usable medium, such as a memory 
system of the computer. If the entered code text is in a high level language, the code 
is compiled, and the resultant compiler code is then linked with an object code of 

30 precompiled Windows'™ library routines. To execute the linked, compiled object 

code the system user invokes the object code, causing the computer system to load the 
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code in memory. The CPU then reads and executes the code to perform the tasks 
identified in the program. 

Fig. ID is an illustrative block diagram of the hierarchical control 
structure of the system control software, computer program 70, according to a 
specific embodiment. Using the light pen interface, a user enters ajprocess set 
number and process chamber number into a process selector subroutine 73 in 
response to menus or screens displayed on the CRT monitor. The process sets are 
predetermined sets of process parameters necessary to carry out specified processes, 
and are identified by predefined set numbers. The process selector subroutine 73 
identifies (i) the desired process chamber and (ii) the desired set of process 
parameters needed to operate the process chamber for performing the desired process. 
The process parameters for performing a specific process relate to process conditions 
such as, for example, process gas composition and flow rates, temperature, pressure, 
plasma conditions such as RF power levels and the low frequency RF frequency, 
cooling gas pressure, and chamber wall temperature. These parameters are provided 
to the user in the form of a recipe, and are entered utilizing the light pen/CRT 
monitor interface. 

The signals for monitoring the process are provided by the analog and 
digital input boards of the system controller, and the signals for controlling the 
process are output on the analog and digital output boards of CVD system IG, 

A process sequencer subroutine 75 condprises program code for 
accepting the identified process chamber and set of process parameters from the 
process selector subroutine 73, and for controlling operation of the various process 
chambers. Multiple users can enter process set numbers and process chamber 
numbers, or a user can enter multiple process set numbers and process chamber 
numbers, so the sequencer subroutine 75 operates to schedule the selected processes 
in the desired sequence. Preferably, the sequencer subroutine 75 includes a program 
code to perform the steps of (i) monitoring the operation of the process chambers to 
determine if the chambers are being used, (ii) determining what processes are being 
carried put in the chambers being used, and (iii) executing the desired process based 
on availability of a process chamber and type of process to be carried out. ^ 
Conventional methods of monitoring the process chambers can be used, such as 
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polling. Wheii scheduling which process is to be executed, sequencer subroutine 75 
takes into consideration this preseni condition of the process chamber being used in 
comparison with the desired process conditions for a selected process, or the "age" of 
each particular user entered request, or any other relevant factor a system 
5 programmer desires to include for determining scheduling priorities. 

Once the sequencer subroutine 75 determines which process chamber 
and process set combination is going to be executed next, the sequencer subroutine 75 
initiates execution of the process set by passing the particular process set par^eters 
to a chamber manager subroutine 77a-c, which controls multiple processing tasks in a 

10 process chamber 12 accofdihg to the process set determined by the sequencer 
subroutine 75. For example, the chamber manager subroutine 77a comprises 
program code for controlling sputtering and CVD process operations in the process 
chamber 12. The chamber manager subroutine 77 also controls execution of various 
chamber component subroutines that control operation of the chamber components 

15 necessary to carry out the selected process set. Examples of chamber component 
subroutines are substrate positioning subroutine 80» process gas control subroutine 
83, pressure control subroutine 85, heater control subroutine 87 and plasma control 
subroutine 90 in some embodiments. A person having ordinary skill in the art will 
readily recognize that other chamber control subroutines can be included depending 

20 on what processes are to be performed in the process chamber 12. In operation, the 
chamber manager subroutine 77a selectively schedules or calls the process component 
subroutines in accordance with the particular process set being executed. The 
chamber manager subroutine 77a schedules the process component subroutines much 
like the sequencer subroutine 75 schedules which process chamber 12 and process set 

25 are to be executed next. Typically, the chamber manager subroutine 77a includes 

steps of rtioriitoring the various chamber components, determining which components 
need to be operated based on the process parameters for the process set to be 
executed, and causing execution of a chamber component subroutine responsive to the 
monitoring and determining steps. 

30 Operation of particular chamber component subroutines will now be 

described with reference to Fig. ID. The substrate positioning subroutine 80 
comprises program code for controlling chamber components that are used to load the 
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substrate onto susceptor 18 and, optionally, to lift the substrate lo a desired height in 
the chamber 12 to control the spacing between the substrate and the gas distribution 
manifold 14, When a substrate is loaded into the process chamber 12, susceptor 18 is 
lowered to receive the substrate, and thereafter, the susceptor 18 is raised to the 
5 desired height in the chamber, to maintam the substrate at a first disjtance or spacing 
from the gas distribution manifold during the CVD process. In operation, the 
substrate positioning subroutine 80 controls movement of susceptor 18 in response to 
process set parameters related to the support height that are transferred from the 
chamber manager subroutine 77a. 

10 The process gas control subroutine 83 has program code for 

controlling process gas composition and flow rates. The process gas control 
subroutine 83 controls the open/close position of the safety shut-off valves, and also 
ramps up/down the mass flow controllers to obtain the desired gas flow rate. The 
process gas control subroutine 83 is invoked by the chamber manager subroutine 77a, 

15 as are all chamber component subroutines, and receives from the chamber manager 
subroutine process parameters related to the desired gas flow rates. Typically, the 
process gas control subroutine 83 operates by opening the gas supply lines and 
repeatedly (i) reading the necessary mass flow controllers, (ii) comparing the readings 
to the desired flow rates received from the chamber manager subroutine 77a, and (iii) 

20 adjusting the flow rates of the gas supply lines as necessary. Furthermore, the 

process gas control subroutine 83 includes steps for monitoring the gas flow rates for 
unsafe rates and for activating the safety shut-off valves when an unsafe condition is 
detected. 

In some processes, an inert gas such as helium or argon is flowed into 
25 the chamber 12 to stabilize the pressure in the chamber before reactive. process gases 
are introduced. For these processes, the process gas control subroutine 83 is 
programmed to include steps for flowing the inert gas into the chamber 12 for an 
amount of time necessary to stabilize the pressure in the chamber, and then the steps 
described above would be carried out. 
30 The pressure control subroutine 85 comprises program code for 

controlling the pressure in the chamber 12 by regulating the size of the opening of the 
throttle valve in the exhaust system of the chamber. The size of the opening of the 
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thronle valve is set to control the chamber pressure to the desired level in relation to 
the total process gas flow, size of the process chamber, and pumping setpoint 
pressure for the exhaust system. When the pressure control subroutine 85 is invoked, 
the desired, or target, pressure level is received as a parameter from the chamber 
manager subroutine 77a. The pressure control subroutine 85 operates to measure the 
pressure in the chamber 12 by reading one or more conventional pressure manometers 
connected to the chamber, to compare the measure value(s) to the target pressure, to 
obtain PID (proportional, integral, and differential) values from a stored pressure 
table corresponding to the target pressure, and to adjust the throttle valve according to 
the PID values obtained from the pressure table. Alternatively, the pressure control 
subroutine 85 can be written to open or close the throttle valve to a particular opening 
size to regulate the chamber 12 to the desired pressure. 

The heater control subroutine 87 comprises program code for 
controlling the current to a heating unit that is used to heat the substrate 20. The 
15 heater control subroutine 87 is also invoked by the chamber manager subroutine 77a 
and receives a target, or set-point, temperature parameter. The heater control 
subroutine 87 measures the temperature by measuring voltage output of a 
thermocouple located in pedestal 12, comparing the measured temperature to the 
set-point temperature, and increasing or decreasing current applied to the heating unit 
20 to obtain the set-point temperature. The temperature is obtained from the measured 
voltage by looking up the corresponding temperature in a stored conversion table, or 
by calculating the temperature using a fourth-order polynomial. When an embedded 
loop is used to heat susceptor 18 the heater control subroutine 87 gradually controls a 
ram.p up/down of current applied to the loop. Additionally, a built^n fail-safe mode 
25 can be included to detect process safety compliance, and can shut down operation of 
the heating unit if the process chamber 12 is not properly set up; 

In some embodiments, chamber 12 is outfitted with an RF power 
supply 48 that is used for chamber cleaning or other operations. When a chamber 
cleaning plasma process is employed, plasma control subroutine 90 comprises 
30 program code for setting the frequency RF power levels applied to the process 
electrodes in the chamber 12. Similar to the previously described chamber 
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component subroutines, the plasma control subroutine 90 is invoked by the chamber 
manager subroutine 77a. 

The above CVp . system description is mainly for illustrative purposes 
and should not be considered as limiting the scope of the present invention. 
5 Variations of the above described system, such as variations of platep or susceptor 
design, heater design, location of RF power connections and others are possible. The 
method for depositing a tungsten layer according to the present invention is not 
limited to any specific processing apparatus. 

10 III. Depositing Tungsten Films 

The method of the present invention may be employed to deposit 
improved tungsten films in a substrate processing chamber, such as the exemplary 
CVD chamber described above. Fig. 2 illustrates a preferred process of the invention 
that is used to deposit a tungsten layer over a semiconductor substrate. The process 
15 is for exenriplary purposes and is not intended to limit the scope of the claims of the 
present invention. Where applicable, reference numbers in the description below are 
- used to refer to appropriate components of the exemplary chamber of Figs. 1 A-ID. 
This process is implemented and controlled using a computer program stored in the 
memory 46 of GVD system 10. 
20 As shown in Fig. 2, the present invention includes a B^H^ presoak step 

210 in between a- nucleation step 200 and a bulk deposition step 220. In nucleation 
step 200, a process gas of WF^, SiH^ and Ar is flowed into chamber 12 for 60 
seconds to grow n thin tungsten layer that acts as a growth site for subsequent 
tungsten fihn. The flow rates of WF^^ SiH^ and Ar during. the nucleation step are 5, 2 
25 and 2800 seem, respectively. Chamber temperature is set to 425 °C while chamber 
pressure is set to 3 .0 torr . 

After completion of nucleation step 200, the flows of WF^ and SiH^ 
gases are stopped, and a solution of 5% B^H^ diluted with argon is flowed into the 
chamber along with separate argon and H2 gas flows (step 210) for 10 seconds. The 
5% BjH^ mixture is introduced at a rate of 140 seem (equivalent to7 sccni B.H^), H; 
is introduced at 1500 seem and the additional argon flow is introduced at 1860 seem. 
Chamber temperature is kept at 425 ''C, but pressure is increased to 80 torr. Finally, 
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during bulk deposidoh step 220, V/F^ is added to the process gas at a flow rate of 65 
seem and process conditions are held for 32 seconds. 

The above process deposits a tungsten film approximately 2000 A 
thick. The film has a resistivity of 10.25 ohms/cm, a fluorine concentration of 1-5 x 
5 10^° atoms/cm^ and a boron concentration of 7 x lOi' atoms/cm^ I 

The inventors have found that tungsten films deposited according to the 
above method have a larger grain size than films deposited without a BiH^ presoak 
step, and thus exhibit decreased resistivity. It is believed that the presence of BjH^ at 
the surface of the substrate before the bulk deposition step allows for formation of the 

10 larger grain size and reduces the impurity levels within the deposited ningsten film. 
The B,H(j presoak step also provides improved uniformity as compared to a CVD 
tungsten BjHg process that does not include such a presoak step. 

The length of time: that B^Hf, is flov/ed into the chamber between the 
nucleation and bulk deposition steps depends on a number of factors such as the rate 

15 at which BjHj is introduced, the rate at which other gases including WFj and the 
are introduced, the volume and design of the chamber it is introduced into, the 
concentration of BjH^ introduced, the pressure withih the chamber and the 
temperature of the chamber among others. Generally, flowing BjH^ for between 5-30 
seconds is sufficient. Given the above deposition conditions, most preferably, the 

20 B;Hj presoak step lasts for between 10-20 seconds. At lower chamber pressures 
and/or lower chamber temperatures, longer B^Hs presoak steps may be preferred. 

In a preferred embodiment shown in Fig. 3 various setup, purge and 
other steps are performed in addition to the nucleation, presoak and bulk deposition 
steps described with respect to Fig. 2. As shown in Fig. 3, a setup step 300 is 

25 performed before nucleation step 200. In set-up step 300, the wafer is first brought 
up to a temperature of 425°C (about 7 seconds) and then Ar and SiH^ are flowed into 
the chamber (2000 seem and 30 seem, respectively) for 30 seconds and chamber 
pressure is set to 30 torr. Argon flow is then increased to 2800 seem while the wafer 
is chucked to vacuum chuck 18 (18 seconds). Finally, pressure is reduced to 3 torr 

30 just before nucleation step 200 is initiated. 

A purge step 305 is employed between steps nucleation step 200 ajid 
BiHft presoak step 210. In purge step 305, the SiH4 and WFj gas flows are stopped 
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and Ar and Hj are flowed, into the chamber to purge the chamber of residual WF^ and 
SiH^ gases. The purge step lasts for 5 seconds and flows Ar at a rate of 2800 seem 
and at a rate of 1500 seem. A separate pressurization step 310 is also included 
where Ar and H, flows are maintained (the Ar is actually decreased to 2000 seem 
while the flow rate is kept at 1500 seem) after the purge step and |he pressure of 
chamber 12 is brought up to 80 torr for the B^E^ and subsequent bulk deposition 
steps. This step also lasts 5 seconds, and then the BjHj presoak step 210 is 
performed. BSe presoak step 210 preferably lasts for between 5-30 seconds, and 
more preferably, between 10-20 seconds. 

After BjHj presoak step 210 and bulk deposition step 220 are 
completed a second purge step 315 is used to purge residual WFj deposition gases 
from chamber 12. In this purge step, the WF^ and BjHj gas flows are stopped and 
the Ar flow is increased to 2800 seem and the H2 flow is increased to 2000 seem for 5 
seconds. Next, in step 320 a 30 seem flow of SiH^ is introduced 8 seconds, while the 
wafer is dechucked (disengaged from vacuum clamping system 50). In step 325, the 
throttle valve is fully opened while the chamber is purged for 3 seconds. In step 330. 
■ all gas flows are stopped while the chamber is evacuated. 

Fig. 4 is a graph comparing the sheet resistance of mngsten films 
deposited according to the above described process with and without the inclusion of 
BjHg presoak step 210. In Fig. 4, closed circles represent a process in which the WF^ 
flow was 25, seem during bulk deposition step 220 while open circles represent the 
described process having a WF^ flow of 65 seem during step 220. 

As evident in Fig. 4, the inclusion of BjH^ presoak step 210 reduced 
the sheet resistaiice of the deposited films in both cases. For the 65 seem WF^ 
process, a minimum sheet resistance was obtained when the BjHj presoak step lasted 
10 seconds. The 25 seem WFj process exhibited a minimum sheet resistance when 
the BjHj presoak step lasted 15 seconds. Regardless of the exact length of step 210, 
introducing B^H^ without the WFg deposition gas resulted in a deposited tungsten film 
having significantly reduced sheet resistance as compared to a process without the 
B2H4 presoak step (0 seem B^Hj flow). Table 1 below includes the measured sheet 
resistance values depicted graphically in Fig. 4 and also includes sheet resistance 
values from a similar test in which the WF^ gas flow was set at 95 seem. 
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TABLE 1 



5 





Sheet Resistance vs. BjHg Flow 


WF«Flow 
(seem) 


Sheet Reisistance <mohm/sq.) ' 


B,H« Flow 
Osecs. 


B,Ii< Flow 
5 sees. 


BjHj Flow 
10 sees. 


B-H, Flow 
15 sees. 


BjH, Flow 
20 sees. 


25 , 


694.5 


577.5 


487.1 


508.0 




65 


609.6 


523.5 


540.9 


534.7 




95 


652.0 


566.7 


564.4 




562.7 



It is important to accurately control the amount of BoHg introduced 
during bulk deposition step 220. Experiments have shown that resistance and 
resistivity initially decrease with the addition of B^H^ to the bulk deposition process 

15 gas, but then sharply increase once the amount of B^Hg introduced reaches a 

saturation point. In a process similar to the one described above except that WF^ is 
introduced at 25 seem, resistivity increased markedly at a BjH^ flow rate of about 8 
seem (160 seem of a 5% BjE^/argon mixture). Reflectivity, which remained 
relatively constant at diluted BjH^ flow rates of between 0 and 100 seem, also 

20 increased markedly at about 160 seem. 

In another experiment, resistivity was measured for tungsten films 
deposited with and without the inclusion of the B^Hg presoak step. In this experiment 
the deposition temperature was 475'*G. The nucleation step lasted 25 seconds and 
introduced WF^, SiH4. Ar and at rates of 20 seem, 10 seem, 1000 seem and 1000 

25 seem, respectively. The bulk deposition step lasted for 13 seconds and introduced 
WF^, H2 and Ar at rates of 95 seem. 700 seem and 1000 seem, respectively. When a 
3 second BjH^ presoak step was employed, the rate at which BjHfi was introduced and 
varied from between 2-12 seem as shown below in Table 2. In Table 2, B2H6 flow is 
listed as a concentrated value. Actual flow was introduced as diluted solution 5% 

30 BjHg and 95% Ar. Thus, a Bfie flow of 10 seem indicates a flow of 200 seem 

diluted BjHg. As evident from Table 2, sheet resistivity generally decreased upon the 
introduction of a BjH^ presoak step and flow of between 4-12 seem. Also, using 
these same conditions described above in a 45 second deposition process, a sheet 
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resistivity of 10.08 /^D-cm was measured without a B.H^i presoak step and flow and a 
sheet resistivity of 8.91 /zQ-em was measured with with a 8 seem B.H^ flow in the 
presoak and bulk deposition steps. 



TABLE 2 



Resistivity vs. B2H(j Flow 


B,H, Flow 


Resistivity ^uQ-cm 




13.67 


2 


14.39 


4 


11.54 


6 


13.68 


8 


10.55 


10 


11.35 


12 


12.12 



In still another set of experiments, stress, reflectivity, uniformity and 
sheet resistance were measured for tungsten films deposited without the inclusion of 
BjHft presoak step 210 and with and without the inclusion of B^H^ in the bulk 
deposition step. In these experiments, deposition temperature was 425 °C. The 
nucleation step lasted for 60 seconds and introduced WF^, SiH^ and Ar at the rates of 
5 seem, 2 seem and 2800 seem, respectively. The bulk deposition step lasted for 32 
seconds and introduced WF^* H2 and Ar at rates of 65 seem, 1500 seem and 2000 
seem, respectively. The results of these experiments are listed below in Table 3. As 
in Table 2, B^H^ flow in Table 3 is listed as a concentrated value. As evident from 
Table 3, sheet resistivity decreased with the addition of B2H6. Stress, on the other 
hand, generally increased with BjHg flow. 
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TABLE 3 



Flow 
(seem) 




eVD of Tnn|ct< 


en Films With B,H, 


Thjckness 

(A) 


Sheet 
Resistance 
(tnotrni/sq) 


Uniformity 

(%) 


Reflectivity 
(% avg*) 


Stress 
(dynes/cm*) 


0 


2157 


718 


1.71 


102.8 


1.583el0 


2 


2353 


583 


3.82 


104.7 


1.795el0 


4 


2157 


493 


1.67 


90:3 


1.63ei0 


6 


2157 


460 


1.1 


91.6 


1.985el0 


7 


2157 


449 


1.18 


98 


2.221el0 


8 


2549 


462 


3.84 


110.9 


2.5950 0 


10 


2941 


1726 


45.5 


125.1 


2.481elO 



♦Reflectance is an average of 9 points across the wafer 



In a most preferred embodiment, nitrogen (Nj) is added to the process 
gas during the bulk deposition phase. Introducing nitrogen during step 220 improves 
film reflectance, i.e., the deposited film becomes smoother, and also results in the 
unexpected benefit of redueing stress without adversely effecting other properties 
such as resistance or uniformity. When nitrogen is added to the standard process 
gases used to deposit a tungsten layer vyithout using BjHj, the nitrogen has been 
shown to increase the stress level of the film. Such an increase is evident from the 
data shown in Table 4 below, which compares the stress level of tungsten films 
deposited with and without the inclusion of nitrogen in the process gas. No BjHj was 
included in the process gas in this test. 
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/ table 4 



■'■Strc 


ss Vs. N2 Flow - No BjHfi Added 


3jH,Flow 
(seem) 


NjFlow 
(seem) 


Stress 
(dynes/cm') 


, 0 


0 


1.583el0 


0 


100 


1.66el0 


. 0 


300 


1.76el0- 



10 In contrast to deposition without BjHj, the inventors have discovered 

that when BjHg is included in the process gas, the addition of nitrogen actually 
reduces film stress rather than increases it. This discovery was confirmed by way of 
an experiment in which nitrogen was added to both the nucieation and bulk deposition 
phases of tungsten film deposition. The BjHe presoak step was not used. In the 

15 experiment, a nucieation step of 60 seconds included WF^, SiH4 and Ar flows of 5 
seem, 2 seem and 28G0 seem, respectively. The bulk deposition step included WF^, 
H, and Ar flows of 65 seem, 1500 seem and 2800 seem, respectively. The results of 
this experiment are listed below in Table 5. 

20 TABLES 



25'. 



30 







GVD of Tun 


gsten Films Using B^Hg and 


(seem) 


(seem) 


Thickness 
(A) 


Sheet 
Resistance 
. (mohm/sq) 


Uniformity 

% 


Reflectivity 
(% avg*) 


Stress 
(dynes/cm^) 


100 


0 


1990 


906 


2.23 


110.9 


1.66el0 




2 


2072 


656 . 


5.89 


109:7 


1.84eia 




4 


1939 


528 


2.04 


106.22 


1.64el0 




6 


2041 


499 


1.16 


106.04 


I.86el0 






2115 


476 


1.23 


107:6 


'■ 1..87elO 




8 


2190. . 


460 


1.31 


106.97 


1.94el0 




10 


2519 


1414 


83.07 


124.5 


2.02elG 


300 


0 


1960 


947 


4.85 


110.4 


1.76el0 
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^1 
(seem) 


(seem) 


CVD of Tun 


gsten Films 


Using BjH^, and 


1 iL -lOiess 
(A) 


Sheet 
Resistance 
(mohm/sq) 


Uniformity 

% 


Reflectivity 
(% avg*) 


Stress 
(dynes/cm^) 




2 


2223 


685 


5J9. 


111.21^ 


1.7el0 




6 


2066 


497 


0.93 


103.46 


1.57el0 




. 7 


2121 


479 


1.18 


98.22 


1.57ei0 




8 


2170 


463 


1.32 


87.17 


I.55el0 



♦Reflectance is an average of 9 points across the wafer 

As evident from Table 5, increasing the amount of nitrogen in the 
process gas improves reflectivity and decreases stress of the deposited tungsten film 
without adversely effecting other characteristics such as uniformity or sheet 
resistance, Also, the addition of nitrogen has the additional benefit of eliminating 
haze that sometimes occurs on the substrate after deposition of a tungsten film using 
BjHj, This haze has been observed in some instances to replicate the pattern of the 
heater on the surface of the wafer. While it is not known that the haze produces 
detrimental physical properties in the deposited film, the addition of nitrogen to the 
process gas has been shown to eliminate the haze. 

The process parameters set forth above with respect to the preferred 
embodiments are optimized for one particular deposition process run in a resistiveiy 
heated MCVD chamber manufactured by Applied Materials that is outfitted for 200 
mm wafers. In addition to varying processing parameters described above to deposit 
tungsten layers according to specific applications, a person of ordinary skill in the an 
will recognize that these preferred parameters are in part chamber specific and will 
vary if chambers .pf other design and/or volume are employed. 

The parameters listed in the above preferred processes and the above- 
described experiments should not be limiting to the claims as described herein. One 
of ordinary skill in the art can also use parameters and conditions other than those 
described with respect to the preferred embodiment. As such, the above description 
is illustrative and not restrictive. For example, other sources of nitrogen such as N,0 
can be used in the process gas to reduce stress, and other inert gases, such as helium 
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can be used in place of argon. Also, other process temperature and pressure values 
and other gas flow rates can be employed. The scope of the invention should, 
therefore, be determined not with reference to the above description, but instead 
should be determined with reference to the appended claims along with their full 
scope of equivalents, other nitrogen sources; , I 
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WHATKO:ATMRr>?^- 

1. A chemical vapor deposition process for depositing a tungsten 
layer on a substrate, said method comprising the steps of: 

(a) placing a substrate in a deposition zone; 

(b) during a first deposition stage, introducing a 'group III or V 
hydride into said deposition zone without introducing tungsten-containing source into 
said deposition zone; 

(c) during a second deposition stage after said first stage, 

(i) introducing a process gas comprising a tungsten-containing 
source, a group lil or V hydride and a reduction agent into said 
deposition zone, and 

(ii) maintaining the deposition zone at process conditions 
suitable for depositing a tungsten layer on said substrate. 

2. The chemicai vapor deposition process set forth with respect to 
claim 1 further comprising: 

(d) during a third deposition stage, prior to said first deposition 
stage, introducing a tungsten-containing source and a silicon-containing 
source into said chamber. 

3: The chemical vapor deposition process set forth in claim 2 
wherein a hydrogen reducing agent is also introduced into said chamber during said 
third deposition stage. 

4. The ehemical vapor deposition process set forth in claim 2 

wherein said tungsten-containing source comprises WF^ and said group ill or V 
hydride comprises BjH^ and said silicon containing source comprises SiH^. 



5, The chemical vapor deposition process set forth in claim 4 
wherein said reduction agent comprises and said silicon-containing source 
comprises SiH^. 
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6. The chemical vapor deposition process set forth in claim 2 
wherein said process gas introduced during said second deposition stage further 
comprises a nitrogen-containing source, 

7. An integrated circuit fabricated according to thd method of 

claim 1. 



8. A chemical vapor deposition process for depositing a tungsten 
layer on a substrate, said method comprising the steps of: 

(a) placing a substrate in a deposition zone; 

(b) during a first deposition stage, flowing a tungsten-containing 
gas into said deposition zone; 

(c) during a second deposition stage after said first stage, 

(i) flowing a process gas comprising a tungsten-containing 
source, dibdrane and a reduction agent into said deposition zone, and 

(ii) maLintaining the deposition zone at process conditions 
suitable for depositing a tungsten layer on said substrate; and 

(d) during a third deposition stage between said first and second 
deposition stages, 

(i) stopping the flow of said tungsten-containing gas, and 

(ii) thereafter, flowing a diborane gas into said deposition 
zone for between about 5-20 seconds. 

9. The method of claim 8 wherein said bulk deposition stage 
further comprises the step of flowing an inert gas into said deposition zone to purge 
said deposition zone of residual gases from step c (i) prior to flowing said diborane 
gas into said deposition zone. 



10. The method of claim 9 wherein during step (i) of said second 
deposition stage, said process gas farther comprises nitrogen. 



2 
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11. The metfibd of claim 10 wherein during step (i) of said second 
deposition stage, said tungsten-contaimng gas comprises WF^ and wherein said 



3 diborane diluted in argon at a ratio of about 5% diborane:argon or less. 

1 12. A chemical vapor deposition process for depositing a tungsten 

2 layer on a substraite, said method comprising the steps of: 

3 (a) piacing a substrate in a deposition zone; 

4 (b) during a first deposition stage, introducing a process gas 

5 comprising a tungsten-containing source and a silicon-containing source into said 

6 deposition zone; 

7 (c) during a second deposition stage after said first stage, 

S (i) introducing a process gas comprising a tungsten-containing 

9 source, a nitrogen-containing source, a group III or V hydride and a 

1 0 reduction agent into said deposition zone, and 

1 1 (ii) maintaining the deposition zone at process conditions 

12 suitable for depositing a tungsten layer on said substrate. 

1 13. The chemical vapor deposition process set forth with respect to 

2 claim 12 wherein said process gas in said first deposition stage further comprises a 

3 nitrogen-containing source. 

1 14. The chemical vapor deposition process set forth with respect to 

2 claim 12 further comprising: 

3 (d) a third deposition stage, between to said first and second 

4 deposition stages, wherein a group III or V hydride is introduced into said deposition 

5 zone without introducing a tungsten-containing source. 

1 15. The chemical vapor deposition process set forth with respect to 



2 



claim 12 wherein said group III or V hydride comprises B^H 



6- 



1 

2 



16. The chemical vapor deposition process set forth with respect to 
claim 15 wherein said nitrogen-containing source comprises N.. 
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17. A /substrate processing sy stem comprising : 
a Housing for forming a vacuum chamber; 

a substrate holder, located within said housing, for holding a substrate 
in said vacuum chamber; . I 

a substrate moving system for moving said substrate into said vacuum 
chamber and positioning said substrate on said substrate holder; 

a gas delivery system for introducing a process gas into said vacuum 
chamber to deposit a layer over said substrate; 

a temperatiire control system for maintaining a selected temperaaire 
within said vacuum chamber; 

a pressure control system for maintaihing a selected pressure mthin 
said vacuum system; 

a controller for controlling said substrate moving system, said gas 
delivery system, said temperature control system and said pressure control system; 
and 

a memory coupled io said controller comprising a computer-readable 
medium having a computer^readable program embodied therein for directing 
operation of said chemical vapor deposition reactor system, said computer-readable 
program comprising: 

a first set of instructions for controlling said substrate moving 
sysieni to niove said substrate onto said substrate holder and into said 
deposition zone; 

a second set of instructions for controlling said gas delivery 
system to introduce a group III or V hydride gas into said vacuum 
chamber during a first deposition stage; 

a third set of instructions for controlling said gas delivery 
system to introduce a process gas comprising a tungsten-containing 
source, a group III or V hydride and a reduction agent into said 
vacuum chamber during a second deposition stage subsequent to said 
first deposition stage; and 
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a fourth set of instructions for eontrolling said temperature and 
pressure control systems to maintain, during said second deposition 
stage, a selected temperature and pressure within said vacuum chamber 

that are suitable for depositing a tungsten layer on said substrate. 

I 

18. A substrate processing system comprising: 
a housing for forming a vacuum chamber; 

a substrate holder, located within said housing, for holding a substrate 
in said vacuum chamber; 

a substrate moving system for moving said substrate into said vacuum 
chamber and positioning said substraite on said substrate holder; 

a gas delivery system for introducing a process gas into said vacuum 
chamber to deposit a layer over said substrate; 

a temperanare control system for maintaining a selected temperature 
within said vacuum chamber; 

a pressure control system for maintaining a selected pressure within 
said vacuum system; 

a controller for controlling said substrate moving system, said gas 
delivery system, said temperature control system and said pressure control system; 
and 

a memory coupled to said controiler comprising a computer-readable 
medium having a computer-readiable program embodied therein for directing 
operation of said chemical vapor deposition reactor system, said computer-readable 
program comprising: 

,^ , a first set of instructions for controlling said substrate moving 
system to move said substrate onto said substrate holder and into said 
deposition zone; 

a second set of instructions for controlling said gas delivery 
system to introduce a group Hi or V hydride, a tungsten-containing 
source and a silicon-containing source into said vacuum chamber 
during a first deposition stage; 
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27 a third set of instructions for control Im^ 

28 system to introduce a process gas comprising a tungsten-containing 

29 source, a group III or V hydride, a nitrogen-containing source and a 

30 reduction agent into said vacuum chamber during a second deposition 

3 1 stage subsequent to said first deposition stage; and ' 

32 a fourth set of instructions for controlling said temperature and 

33 pressure control systems to maintain, during said second deposition 

34 stage, a selected tempeifature and pressure within said vacuum chamber 

35 that are suitable for depositing a tungsten layer on said substrate. 
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FIG. lA, 
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Low-temperature epitaxy (LTE) of crystalline silicon in the plpmav;ei|^ 
vapor deposition (PECVD) was investigated using in situ observation of reflection high 
energy electron diffraction (RHEED). Source gases of SiH/sub 4/ and H/sub 21 mixture 
were decomposed by radio-frequency (RF) glow discharge, and an epitaxial layer was 
grown on a p-type Si(OOl) substrate at a variety of hydrogen dilution ratios, R{(YH/sub 
2/"+YSiH/sub 4/; )/YSiH/sub 4/"}, ranging from 10 to 200 and at substrate temperatures, 
T/sub s/, ranging from 27 degrees C to 560 degrees C. Critical thickness of epitaxy above 
which polycrystalline growth starts to occur shows two peaks as a function of growth 
temperature at '120 degrees C and 430 degrees C. The lower temperatiire peak appeared at 
120 degrees C and the surface has a 1*1 structure covered by SiH/sub 2/, while at the 
higher temperature peak of 430 degrees C the surface has a 2*1 (1*2) double domain 
structure ajong^rdimer rows covered by SiH. In addition, at 430 degrees C, RHEED 
intensity oscillation with an oscillation period of monolayer was observed. This implies a 
layer-by-layer growth in the PECVD j and suggests a presence of the surface diffusion of 
film precursors on the hydrogen-terminated surface. These results are explained in terms 
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